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ti - Regenerated natural leather mfr. - by adding thermoplastic binder to leather fibre, forming sheets, 
and laminating 

- J571 49566 Leather scrap, is opened and to the resulting leather fibre is added a binder of 
thermoplastic material to form a sheet. A sheet is formed from two layers having 40-150 microns 
thickness and 8-40 microns thickness of leather fibre dia. The binder is composed of emulsion of 
synthetic resin or rubber, e.g. SBR, NBR, chloroprene and polyvinyl chloride, polyvinyl acetate, 
polyvinylidene chloride and polyvinyl butyral. 

- A coated film of synthetic resin or rubber is formed on the surface of the sheet. Surface of the 
leather is coated with DMF soln. comprising acrylic rubber and polyvinyl chloride mixed with 
polyurethane and coagulated with water, immersed in water to elute DMF and heated to cure 
synthetic rubber. The sheet is printed by gravure printing process and/or embossed by embossing 
roll heated at 70-150 deg.C. 
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